DYEING                                              135
All fibres for mottling should be dyed with direct dyes and well fixed with
sodium sulphate or common salt. After the mixture is complete, the surplus
colour should be washed out and the pulp well sized with resin size. The
coloured fibres can then be put in the beater in time to mix before the stuff is
let down to the machine.